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IN THE CLAIMS 
Please amend Claim 10 as follows. 

— 10. (Amended) A loop fastener member for use in a surface fastener, which is 
made of the non- woven fabric according to [any one of claims 1 to 8] claim 1 .— 
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• 09/787929 

JC08 Rsc'd PCT/PTO 0 3 APR 2001 

SPECIFICATION 

FASTEN ING NON- WOVEN FABRIC 

5 TECHNICAL FIELD 

The present invention relates to a non -woven fabric, and more particularly, 
to an embossed non-woven fabric suitable for a loop fastener member of a 
surface fastener composed of a hook fastener member and a cooperating loop 
fastener member. 

10 

BACKGROUND ART 

Surface fasteners are typically composed of a loop fastener member having 
loop- or arch-shaped engaging elements provided uprightly on one surface of a 
base fabric, and a hook fastener member having hook- or mushroom- shaped 

15 hook engaging elements provided uprightly on one surface of another base 
fabric. By pressing both the engaging elements to each other, the loop and 
hook fastener members are bound to each other thereby firmly fastening the 
bodies, each carrying the hook or loop fastener member, into an integral form. 
With its easy fastening and separating performance, this type of surface 

20 fastener has been widely used as a fasteners for opening and closing clothes, 
shoes, bags, etc., as fasteners for attaching seat covers to seats of automobiles, 
trains, airplanes, etc., and as fasteners for attaching sheet covers to bedding. 

The application field of surface fasteners is expanding to include their 
application to disposable products such as disposable diapers in particular. In 

25 this application field, since the engaging surface area of the loop fastener 

member is large to increase production costs, there is an increasing need for a 
loop fastener member that is inexpensive, good in soft touch, thin, and flexible. 

An object of the present invention is, in view of solving the above problems, 
to provide a non-woven fabric suitable for use as a loop fastener member of 

30 disposable products, which is thin, flexible and low in production costs. 
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Another object of the present invention is to provide a non-woven fabric for use 
as a loop fastener member provided with the loop engaging elements resistant 
to being pulled out from its base even when subjected to a pulling force by the 
hook engaging elements, thereby ensuring the mechanical strength of 
5 unlimited duration. 

DISCLOSURE OF THE INVENTION 

In a first aspect of the present invention, there is provided a heat- 
embossed non-woven fabric comprising as at least one component core-sheath 
10 or side-byside heat-fusing composite staple fibers having a low-melting 

polymer component on a fiber surface, wherein a front surface of the non-woven 
fabric comprises a non-embossed portion and an embossed portion, the non- 
embossed portion being a large number of regularly or irregularly dispersed 
convex island regions upwardly projecting from the front surface of the non- 
15 woven fabric, the embossed portion being a sea region surrounding each island 
region, and at least one end of the composite staple fibers in the non-embossed 
portion that constitute the convex island regions being press- and heat- 
anchored at the embossed portion that constitutes the sea region. 
In a preferred embodiment of the present invention: 
20 (l) a basis weight of the non-woven fabric is 20 to 100 g/m 2 , and a bulk 
density thereof is 0.01 to 0.10 g/cm 3 ; 

(2) 100% of the heat-fusing staple fibers constituting the non-woven fabric are 
the core-sheath or side-by-side composite staple fibers, the number of crimp of 
the staple fibers is 10 to 20 crimps/inch, and a percentage crimp is 5 to 20%>* 

25 (3) the non-woven fabric is a combined-fiber non-woven fabric wherein the 
heat-fusing staple fibers constituting the non-woven fabric comprises 100% of 
the core-sheath or side-by-side composite staple fibers, and contains thin fibers 
having a single fiber fineness of 1 to 5 denier and thick fibers having a single 
fiber fineness of 2 to 10 denier; 

30 (4) a height of each convex island region from the surface of the surrounding 



sea region to its top is 0.3 mm or more; 

(5) the base portion of each convex island region has an area corresponding to 
an area "based equivalent circle having a mean diameter of 2 to 8 mm; 

(6) a distance between adjacent island regions is 0.5 to 5.0 mm,* and, 

5 (7) the number of the island regions is 80 to 800 per 100 cm 2 of the non-woven 
fabric front surface. 

In a second aspect of the present invention, there is provided a process of 
producing a fastening non-woven fabric, comprising heat-embossing a web 
composed of a sliver of core-sheath or side-byside heat-fusing composite staple 

10 fibers thereby to cause a non-embossed portion to form a large number of 
regularly or irregularly dispersed convex island regions which are upwardly 
projected from a front surface of the web and allow an embossed portion to from 
a sea region surrounding each of the island regions, wherein the dimensions of 
the non-embossed portion and the embossed portion are adjusted so as to make 

15 a maximum diameter of the non-embossed region dispersed as the island 
regions shorter than a sliver length, and wherein at least one end of the 
composite staple fibers constituting the non^embossed island regions is heat- 
anchored at the embossed sea region. 

In a third aspect of the present invention, there is provided a loop fastener 

20 member for use in a surface fastener, which is made of the non-woven fabric 
described above. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a perspective view of a non-woven fabric of the present invention; 

25 and 

Fig. 2 is a cross-sectional view taken along line X-X of Fig. 1. 

BEST MODE FOR CARRYING OUT THE INVENTION 

The non-woven fabric of the present invention is composed of composite 
30 staple fibers having a heat-fusing component on its surface, and produced by 
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heat-embossing a web of the composite staple fibers using a deep embossing roll 
having projecting parts with large depth so that at least one end of the 
composite staple fibers in the island regions upwardly projecting from the front 
surface of the web is allowed to enter into the sea region and heat- anchored 
5 there during the heat embossing treatment. So heat-anchored at the sea 
region, the fibers in the island regions serving as the loop engaging elements 
are not pulled out even if a peeling force or a tensile force is applied to the loop 
engaging elements which engage the hook engaging elements, thereby- 
preventing the loop and hook engaging elements from being easily disengaged 

10 and providing a satisfactory dimensional stability. Moreover, since the non- 
woven fabric is produced merely by deep -embossing a bulky web with a small 
basis weight, it is lightweight, soft in touch, thin, and flexible, and can be 
produced at low cost. With such advantages, the non-woven fabric is 
extremely superior as a material for disposable products such as disposable 

15 diapers. 

Fig. 1 is a perspective view showing a non- woven fabric 1 of the present 
invention. Fig. 2 is a cross-sectional view taken along line X-X of Fig. 1. As 
described above, the non-woven fabric 1 of the present invention is produced by 
heat-embossing a bulky web composed of the core-sheath or side-by-side heat- 

20 fusing composite fibers. As shown in Fig. 1, the non-embossed portion forms a 
large number of regularly or irregularly dispersed convex island regions I 
which upwardly project from the front surface of the web. The embossed 
portion forms a sea region S which surrounds each of the large number of 
island regions I. This structure is obtained by heat-embossing the bulky web 

25 between an embossing roller having deep dimples corresponding to the island 
regions and its counter roller. The maximum diameter D (Fig. 2) of the non- 
embossed portion forming the dispersed island regions I of the non-woven 
fabric 1 is adjusted so as to be shorter than the apparent length of the staple 
fibers in the web, namely, the apparent length of the staple fibers in the web 

30 and the maximum diameter of the base portion of the island regions are so 
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controlled that at least one end of the composite staple fibers constituting the 
island regions I is fusion-bonded to the sea region S by heating. 

The fibers that constitute the non- woven fabric of the present invention 
are required to mechanically strong and heat-fusing such that the fibers in the 
5 island regions serving as the loop engaging elements are mutually heat-fused 
to retain the loop shape, and at least one end of the fibers is heat-anchored at 
the sea region to prevent the loop -forming fibers from being pulled out even 
when the fiber is subject to a pulling force. Therefore, the core-sheath or side- 
by-side type composite fibers comprising a strength-retaining component and a 

10 heat-fusing component are used in response to such requirements. 

Examples of the combinations of core/sheath polymer components for the 
heat-fusing composite fibers include polypropylene/polyethylene, 
polypropylene/modified polypropylene, polyethylene terephthalate/polyamide 
(nylon), polyethylene terephthalate/polyethylene, polyethylene 

15 terephthalate/polypropylene, polyamide (nylon)/polyethylene, and polyamide 
(nylon)/p olypropylene. 

The melting point of the core polymer is preferably 150°C or more in terms 
of the production and use (processing). A sheath polymer having a melting 
point of 120°C or less is not preferable because of a hard feeling after heat- 

20 fusing and a low heat resistance during the use (processing). 

It is preferable that the polymer components are combined so that the 
melting point difference between the core polymer and the sheath polymer is 
30° C or more, because the core polymer is prevented from losing its mechanical 
strength -retaining property during the heat embossing. In addition, it is 

25 preferable to combine the core and sheath polymers which have affinity for 
each other. 

Although the above has provided a description on the core-sheath 
composite fibers, it is clear that the above combinations of the polymer 
components can also be applied to the side-byside composite fibers. 
30 In the present invention, 100% use of the heat-fusing compound fibers for 



constituting the non- woven fabric is preferable in view of the mechanical 
strength of the loop engaging elements, namely, in view of preventing the fibers 
from being pulled out or avoiding the destruction of loop shape by a peeling 
force or a pulling force. However, the 100% use is not critical in the present 
5 invention, because such effect can be attained by the use of fibers with another 
composite structure. The production cost can be reduced by reducing the 
amount of the heat-fusing composite fibers used, and the content of the heat- 
fusing composite fibers based on the whole amount of the fibers is sufficiently 
80% or more. Examples of usable fibers other than the heat-fusing composite 

10 fibers include staple fibers and long fibers with a single fiber fineness of 1 to 10 
denier of polypropylene, polyester, polyamide, rayon, vinylon. 

The single fiber fineness of the heat-fusing composite fibers is 1 to 10 
denier. A single fiber fineness less than 1 denier is not preferable in view of 
the mechanical strength required for the loop engaging elements, while a single 

15 fiber fineness exceeding 10 denier is not preferable with respect to a soft touch 
and a texture of the non-woven fabric. Furthermore, the non-woven fabric of 
the present invention may be formed from uniform heat-fusing composite fibers 
having substantially only one single fiber fineness, or may be formed from 
mixed heat-fusing composite fibers having different single fiber finenesses 

20 within the range of 1 to 10 denier. 

The non-woven fabric of the present invention includes a non-woven fabric 
comprising the heat-fusing composite long fibers, i.e., a span-bonded non-woven 
fabric, and a non-woven fabric produced by a usual carding process using the 
heat-fusing composite staple fibers. To obtain a bulky loop fastener member 

25 having a large number of minute loops, the latter non-woven fabric using staple 
fibers is preferably used in the present invention. Furthermore, the length of 
the staple fibers used in the present invention is preferably 30 to 300 mm, 
which corresponds to the apparent fiber length of the staple fibers in the web of 
15 to 200 mm. 

30 In the non-woven fabric 1 (see Fig. l) of the present invention, a large 



number of convex island regions I upwardly extending from the front surface 
function as the loop engaging elements for engaging with the hook engaging 
elements. The island regions I correspond to the non-embossed surface in the 
heat embossing treatment, and are convexly shaped projections which extend 
5 from the sea region S and have a base portion of circular, rectangular, rhombic 
or any other shape. The staple fibers therein are mutually heat-fused at their 
intersections to form loops for engaging with the hooks. 

The sea region S surrounding the island regions I corresponds to the 
embossed surface in the heat embossing treatment. At least one end of the 

10 loop -forming staple fibers constituting the island regions extends to the sea 
region S, and is anchored there by heat fusing during the heat embossing 
treatment so as not to be pulled out. In addition, the sea region S plays a 
major part for retaining the shape of the non-woven fabric. 

The island regions I may be arranged regularly or irregularly. Therefore, 

15 the sea region S surrounding each island region I is arranged according to the 
arrangement of the island regions I. The sea region S is not required to be 
entirely continuous as far as it surrounds each island region I to cause at least 
one end of the loop -forming staple fibers of the island regions to be heat- 
anchored in the sea region. 

20 To obtain a non -woven fabric for use as a thin but dimensionally stable 

loop fastener member having a large number of projections serving as the loop 
engaging elements, the basis weight of the non- woven fabric is preferably 20 to 
100 g/m 2 . If the basis weight is less than 20 g/m 2 , the dimensional stability of 
the base fabric is inadequate (weak tensile resistance) and a thickness of 0.3 

25 mm or more cannot be attained. A basis weight exceeding 100 g/m 2 is not 

preferable because of the detrimental change of appearance of the loop fastener 
member due to fluffing by repeated fastening and peeling operation, and 
increased production costs. 

The projecting island regions I are required to allow the hook engaging 

30 elements to easily penetrate into and easily engage with the loops. To meet 



this requirement, the non-woven fabric is preferably bulky. It is also required 
that the non-woven fabric is resistant to the change of shape due to fatigue, 
interlaminar separation, etc. To satisfy these requirements, the bulk density 
of the non-woven fabric is preferably 0.0 1 to 0. 10 g/cm 3 . If the bulk density is 
5 less than 0.01 g/cm 3 , the interlaminar separation frequently occurs. If the 

bulk density exceeds 0.10 g/cm 3 , the penetration of the hook engaging elements 
into the island regions I becomes difficult. 

In addition, to obtain a bulky non- woven fabric, the number of crimp of the 
staple fibers constituting the non-woven fabric is preferably 10 to 20 

10 crimps/inch, and the percentage crimp is preferably 5 to 20%. If the number of 
crimp is less than 10 crimps/inch and the percentage crimp is less than 5%, the 
required bulk is not obtained. On the other hand, if the number of crimp 
exceeds 20 crimps/inch and the percentage crimp exceeds 20%, the engagement 
between the hook engaging elements and the loop engaging elements is 

15 inadequate, and the change of appearance due to fluffing by repeated fastening 
and peeling operation becomes significant. 

Each convex island region I is required to extend from the front surface of 
the non-woven fabric to reach a sufficient height that facilitates hooking of the 
hook engaging elements. The height of each island region I, namely, the 

20 height H (Fig. 2) from the surface of the sea region S surrounding each island 
region I to the top of the island region I, is preferably 0.3 mm or more. If the 
height H is less than 3.0 mm, the hooking of the hook engaging elements is 
reduced. The height H is preferably 3 mm or less in consideration of the 
restrictions on production, the height of the hook engaging elements (usually 

25 less than 2 mm) and the interlaminar separation. 

The convex island regions I correspond to the non-embossed surface in the 
heat embossing treatment of the non-woven fabric, and extend from the sea 
region S. The shape of the base portion of the island region, i.e., the shape of 
the island region as seen from above the non-woven fabric is not limited to a 

30 circular shape, and may be any shape so long as the base portion preferably has 
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an mean diameter D of about 2 to 8 mm as calculated from an area-based 
equivalent circle. If the mean diameter D is less than 2 mm, the effective 
engaging area cannot be obtained on the upper surface of the island regions I. 
In addition, if the mean diameter D exceeds 8 mm, both ends of the staple fibers 

5 in the upper surface fail to reach the sea region, resulting in an increase in the 
number of fibers that are heat- anchored in the sea region at only one end. 
This unfavorably causes the staple fibers in the upper surface to be pulled out 
by a tensile force from the engaged hook engaging elements, resulting in the 
destruction of the loops. In addition, the engaging force of the hook engaging 

10 elements decreases because of the deformation and shift of the loops. In the 
present invention, to prevent the staple fibers of the island regions from being 
pulled out, it is important that the maximum diameter of the base portion of 
the dispersed projections serving as the island regions be shorter than the 
apparent length of the staple fibers constituting the web. Namely, it is 

15 important to control the size of the island regions and the length of the 

composite staple fibers constituting the island regions so that at least one end, 
preferably both ends, of the composite staple fibers be fusion-bonded to the sea 
region by heating. 

As was previously mentioned, the sea region surrounding the island 

20 regions is the region where the loop -forming staple fibers of the island regions 
are anchored to prevent the staple fibers from being pulled out. In this sense, 
it is enough for the sea region to have an area which allows the staple fibers to 
be anchored there at its end. Although there are no particular restrictions to 
the surface area of the sea region, the sea region is preferably formed between 

25 adjacent island regions which project at an interval of about 0.5 to 5.0 mm in 
view of retaining and stabilizing the overall shape of the non-woven fabric. 

In summary, it is preferable that 80 to 800 island regions having a mean 
diameter D of 2 to 8 mm as calculated from an area-based equivalent circle be 
present per 100 cm 2 of the non-woven fabric surface. 

30 The following provides a more detailed explanation of the present 



invention through its examples. However, it should be noted that the present 
invention is not limited by these examples. In the examples, the thickness of 
the non-woven fabrics and surface fastener performance (shear strength and 
peeling force) were measured by the following methods. 
5 (1) Thickness 

The thickness of the non-woven fabric was measured under a load of 12 
gf/cm 2 by a Dedomatic Indicator 543-454B (available from Teclock, Co., Ltd.). 

(2) Shear Strength 

A 3 cm x 3 cm hook fastener member (product of Velcro Industries B.V.) 

10 having about 340 hook-shaped engaging elements of about 0.5 mm high per cm 2 
was fixed to the end of a film of 3 cm wide x 7.5 cm long by a double-coated 
adhesive tape. Separately, a 5 cm x 5 cm loop fastener member prepared in 
the following example was also fixed to the end of a support plate of 5 cm wide x 
10 cm long by a double-coated adhesive tape. The respectively prepared hook 

15 and loop fastener members were stacked and fastened by rolling back and forth 
over the stack once with a 700 g roller. Next, the hook fastener member and 
the loop fastener member were gripped at non-engaged portions at a grip 
interval of 10 cm using a Model 5543 Instron (Instron Corporation), followed by 
pulling at a rate of 10 cm/min and reading the breaking shear force. The 

20 measurement was made four times, and the average breaking shear force was 
divided by the engaging area to obtain the shear strength (gf/cm 2 ). 

(3) Peeling Force 

A hook fastener member and a loop fastener member were prepared in the 
same manner as in the measurement of the shear strength and fastened. The 

25 hook fastener member and the loop fastener member were gripped at the non- 
engaged portions at a grip interval of 10 cm using a Model 5433 Instron, and 
then peeled apart at a peel angle of 180° at a rate of 30 cm/min to determine the 
maximum peeling force. The measurement was carried out four times and the 
peeling force (gf/cm width) was obtained by dividing the average value of the 

30 maximum peeling forces by the sample width (3 cm). 
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EXAMPLE 1 

A card web having a basis weight of 50 g/m 2 was prepared from mixed 
fibers comprising 60 wt % of composite fibers with a single fiber fineness of 2 
denier (dr) and 40 wt % of composite fibers with a single fiber fineness of 6 
5 denier (dr), each composite fiber being a core-sheath composite fiber comprising 
a core polyethylene terephthalate (melting point: 225°C) and a sheath 
polyethylene (melting point: 130°C). The number of crimp and the percentage 
crimp were 15 crimps/inch and 12% for the 2dr composite fibers, and 12 
crimps/inch and 10% for the 6-dr composite fibers. 
10 An embossing apparatus having an embossing roller and a flat roller was 

used. The embossing roller was provided with circular recesses of 5 mm in 
diameter and 2 mm in depth arranged in rows at 5.5 mm intervals so that the 
circular recesses in one row were in a stagger configuration with those in the 
next row. 

15 The card web was fed into the embossing apparatus composed of the 

embossing roller (130°C) and the flat roller, and heat-embossed at a linear 
pressure of 30 kgf/cm to obtain an embossed non-woven fabric 1 in which, as 
shown in Fig. 1, a large number of projecting island regions I corresponding to 
the non-embossed surface were interspersed in the sea region S corresponding 

20 to the embossed surface. The non-woven fabric 1, 1 mm in the height H of 

island regions I and 0.5 mm in the thickness T of sea region S, was thin, free of 
deformations in shape, and flexible. 

The engaging performance was evaluated using the obtained embossed 
non-woven fabric as a loop fastener member and a hook fastener member 

25 provided with hook-shaped engaging elements having a height of 0.5 mm. 

The peeling force was initially 150 gf/cm width and 50 gf/cm width after 10 
times engaging and peeling operations. The shear strength was initially 450 
gf/cm 2 , and 200 gf/cm 2 after 10 times engaging and peeling operations. The 
results showed that the obtained non-woven fabric had an engaging 

30 performance sufficient for practical use. 
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EXAMPLE 2 

A web having a basis weight of 50 g/cm 2 was prepared from core-sheath 
composite fibers comprising a core polypropylene (melting point* 163°C) and a 
sheath polypropylene copolymerized with polyethylene (melting point" 130°C). 
5 The composite fibers were further characterized by the number of crimp of 15 
crimps/inch, a percentage crimp of 15% and a single fiber fineness of 2 denier. 
The web was heat-embossed at 130°C and a pressure of 30 kgf/cm in the same 
emboss pattern as in Example 1 to obtain an embossed non- woven fabric in 
which a large number of projecting island regions corresponding to the non- 
10 embossed surface were interspersed in a sea region corresponding to the 
embossed surface. The non-woven fabric, 0.8 mm in the height H of island 
regions I and 0.3 mm in the thickness T of sea region S, was thin, free of 
deformations in shape, and flexible. 

The results of the evaluation of the engaging performance showed that the 
15 peeling force was initially 180 gf/cm width and 60 gf/cm width after 10 times 
engaging and peeling operations, and the shear strength was initially 500 
gf/cm 2 and 220 gf/cm 2 after 10 times engaging and peeling operations. The 
results showed that the obtained non-woven fabric had an engaging 
performance sufficient for practical use. 
20 EXAMPLE 3 

A web having a basis weight of 50 g/cm 2 was prepared from core-sheath 
composite fibers comprising a core polyethylene terephthalate (melting point* 
255°C) and a sheath polyethylene (melting point" 130°C). The composite fibers 
were further characterized by the number of crimp of 12 crimps/inch, a 
25 percentage crimp of 10% and a single fiber fineness of 6 denier. The web was 
heat-embossed at 125°C and a pressure of 30 kgf/cm in the same emboss 
pattern as in Example 1 to obtain an embossed non-woven fabric in which a 
large number of projecting island regions corresponding to the non-embossed 
surface were interspersed in a sea region corresponding to the embossed 
30 surface. The non-woven fabric, 1 mm in the height H of island regions I and 
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0.5 mm in the thickness T of sea region S, was thin, free of deformations in 
shape, and flexible. 

The results of the evaluation of the engaging performance showed that the 
peeling force was initially 280 gf/cm width and 60 gf/cm width after 10 times 
5 engaging and peeling operations, and the shear strength was initially 400 
gf/cm 2 and 210 gf/cm 2 after 10 times engaging and peeling operations. The 
results showed that the obtained non-woven fabric had an engaging 
performance sufficient for practical use. 



10 INDUSTRIAL APPLICABILITY 

The fastening non-woven fabric of the present invention has a good shape 
stability despite being thin and flexible, and can be produced at low cost. 
Therefore, it is extremely superior as a loop fastener member of disposable 
products such as disposable diapers. 
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CLAIMS 



1. A heat-embossed, fastening non- woven fabric comprising, as at least one 
component, core-sheath or side-by-side heat-fusing composite staple fibers 

5 having a low-melting polymer component on a fiber surface, wherein a front 
surface of the non-woven fabric comprises a non-embossed portion and an 
embossed portion, the non-embossed portion being a large number of regularly 
or irregularly dispersed convex island regions upwardly projecting from the 
front surface of the non-woven fabric, the embossed portion being a sea region 
10 surrounding each island region, and at least one end of the composite staple 
fibers in the non-embossed portion that constitute the convex island regions 
being press- and heat-anchored at the embossed portion that constitute the sea 
region. 

2. The non-woven fabric according to claim 1, having a basis weight of 20 to 
15 100 g/m 2 and a bulk density of 0.01 to 0.10 g/cm 3 . 

3. The non -woven fabric according to claim 1, wherein 80% of the heat-fusing 
staple fibers constituting the non-woven fabric are core-sheath or side-by-side 
composite staple fibers having the number of crimp of 10 to 20 crimps/inch and 
a percentage crimp of 5 to 20%. 

20 4. The non-woven fabric according to claim 1, wherein 100% of the heat- 
fusing staple fibers constituting the non-woven fabric are core-sheath or side- 
by-side composite staple fibers having the number of crimp of 10 to 20 
crimps/inch and a percentage crimp of 5 to 20%. 

5. The non -woven fabric according to claim 1, wherein a height of each 

25 convex island region from a surface of the sea region surrounding the convex 
island regions to a top of the convex island regions is 0.3 to 3 mm. 

6. The non -woven fabric according to claim 1, wherein a base portion of each 
convex island region has an area corresponding to an area-based equivalent 
circle having a mean diameter of 2 to 8 mm. 

30 7. The non-woven fabric according to claim 1, wherein a distance between 
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adjacent island regions is 0.5 to 5.0 mm. 

8. The non-woven fabric according to claim 1, wherein the number of the 
island regions is 80 to 800 per 100 cm 2 of a surface of the non-woven fabric. 

9. A process of producing a fastening non- woven fabric, comprising heat- 

5 embossing a web composed of a sliver of core-sheath or side-byside heat-fusing 
composite staple fibers thereby to cause a non-embossed portion to form a large 
number of regularly or irregularly dispersed convex island regions upwardly 
projected from a front surface of the web and allow an embossed portion to from 
a sea region surrounding each of the island regions, wherein the dimensions of 

10 the non-embossed portion and the embossed portion are adjusted so as to make 
a maximum diameter of the non-embossed region dispersed as the island 
regions shorter than a sliver length, and wherein at least one end of the 
composite staple fibers constituting the non-embossed island regions is heat- 
anchored at the embossed sea region. 

15 10. A loop fastener member for use in a surface fastener, which is made of the 
non -woven fabric according to any one of claims 1 to 8. 
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ABSTRACT 



The heat-embossed, fastening non-woven fabric of the present invention 
comprises, as at least one component, core-sheath or side-by-side heat-fusing 
composite staple fibers having a low-melting polymer component on a fiber 
surface, wherein a front surface of the non- woven fabric comprises a non- 
embossed portion and an embossed portion, the non-embossed portion being a 
large number of regularly or irregularly dispersed convex island regions 
upwardly projecting from the front surface, the embossed portion being a sea 
region surrounding each island region, and at least one end of the composite 
staple fibers in the non-embossed portion that constitute the convex island 
regions being press- and heat-anchored at the embossed portion that constitute 
the sea region. The non- woven fabric of the present invention is thin and 
flexible, and can be used as a cost-effective loop fastener member suitable for 
disposable products. In addition, the non-woven fabric of the present 
invention maintains its high strength because the fibers constituting the loop 
engaging elements are prevented from being pulled out even if the loop fastener 
member is subjected to a tensile force from the hook engaging elements. 
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Declaration and Power of Attorney For Patent Application 
Japanese Language Declaration 





As a below named inventor, 1 hereby declare that: 



Msiiwsco^t, swobs— omm^ (Tuzcdr 



My residence, post office address and citizenship are as stated 
next to my name. 

I beh'eve I am the original, first and sole inventor (if only one 
name is listed below) or an original, first and joint inventor (if 
plural names are listed below) of the subject matter which is 
claimed and for which a patent is sought on the invention 
entitled. 



8|lE5Ml09!*H*f*. the specification of which 

26 *»(C*ff!$<i-C^*To □ is attached hereto. 

Q n BC«iH3rt- *Has«»**fctt««F«S* El was filed on August 1, 2000 

^W\W&MM J % : &_ £ as United States Application Number or 

(KS"f 5* a) k:UjES*l£ LfCo PCT International Application Number 

PCT/JPeO/05082 and was amended on 

(if applicable). 



1 hereby state that I have reviewed and understand the 
contents of the above identified specification, including the 
claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose information which is material 
to patentability as defined in Title 37, Code of Federal 
Regulations, Section 1 .56. 



Page 1 of 



Q/CT7 



Japanese Language Declaration 
(0*M«F) 



Prior Foreign Application(s) 

219786/1999 
(Number) 

(Number) 



Japan 



(Country) 



(Country) 



(Application No.) 



(Ring Date) 
(fflKB) 



!rf TEO*HffiA®35lll20*cS-^^-CTEO*ffl«ffl : 
jp65^ (c) C«^<*?it^uC£aLit. *fc* ^ffi^©^- 

ill ffi ft ^37H 1 *56ffl-C £ WfF K *S © tc W"f £ fi^ 



(Application No.) 



(Filing Date) 

mmE) 



(Application No.) 



(Filing Date) 
(ffiHB) 



I hereby claim foreign priority under Title 35, United States Code, 
Section 119 (a)-(d) or 365(b) of any foreign application^) for patent 
or inventor's certificate, or Section 365(a) of any PCT International 
application which designated at least one country other than the 
United States, listed below and have also identified below, by 
checking the box, any foreign application for patent or inventor's 
certificate, or PCT International application having a filing date 
before that of the application on which priority is claimed. 

Priority Claimed 

kj □ 



03/08/99 



(Day/Month/Year Filed) 
(fflSM^B) 



(Day/Month/Year Filed) 
(ffiHI¥flB) 



Yes 

□ 
Yes 



No 

□ 
No 



I hereby claim the benefit under Title 35, United States Code, 
Section 119(e) of any United States provisional appiication(s) listed 
befow. 



(Application No.) 



(Filing Date) 



I hereby claim the benefit under Title 35, United States Code, Section 
120 of any United States applications), or Section 365(c) of any PCT 
international application designating the United States, listed below 
and, insofar as the subject matter of each of the claims of this 
application is not disclosed in the prior United States or PCT 
International application in the manner provided by the first paragraph 
of Title 35, United States Code Section 112, 1 acknowledge the duty 
to disclose information which is material to patentability as defined in 
Title 37, Code of Federal Regulations, Section 1.56 which became 
available between the filing date of the prior application and the 
national or PCT International filing date of application. 

(Status: Patented, Pending, Abandoned) 
(SIR : ttfflfqrW, S9KSF) 

(Status: Patented, Pending, Abandoned) 

I hereby declare that all statements made herein of my own 
knowledge are true and that all statements made on information 
and belief are believed to be true; and further that these statements 
were made with the knowledge that willful false statements and the 
like so made are punishable by fine or imprisonment, or both, under 
Section 1001 of Title 18 of the United States Code and that such 
willful false statements may jeopardize the validity of the application 
or any patent issued thereon. 
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POWER OF ATTORNEY: As a named inventor, I hereby appoint 
the following attorney(s) and/or agent(s) to prosecute this 
application and transact all business in the Patent and Trademark 
Office connected therewith: (list name and registration number) 



Norman F. Obion, Reg. No. 24,618; Marvin J. Spivak, Reg. No. 24,913; C. Irvtn McClelland, Reg. No. 21,124; Gregory J. Maier, Reg. No. 25,599; 
Arthur I. Neustadt, Reg. No. 24,854; Richard D. Kelly, Reg, No. 27,757; James D. Hamilton, Reg. No. 28,421; Eckhard H. Kuesters, Reg. No. 
28,870; Robert T. Pous, Reg. No. 29,099; Charles L. Ghoiz, Reg. No. 26,395; Vincent J. Sunderdick, Reg. No. 29,004; William E. Beaumont, 
Reg. No. 30,996; Robert F. Gnuse, Reg. No. 27,295; Jean-Paul Lavaiieye, Reg. No. 31,451; Stephen G. Baxter, Reg. No. 32,884; Martin M. 
Zoltick, Reg. No. 35,745; Robert W. Hahl, Reg. No. 33,893; Richard L. Treanor, Reg. No. 36,379; Steven P. Weihrouch, Reg. No. 32,829; John 
T. Goolkasian, Reg. No. 26, 142; Richard L. Chinn, Reg. No. 34,305; Steven E. Lipman, Reg. No, 30,011; Carl E. SchJier, Reg. No. 34,426; James 
J. Kulbaski, Reg. No. 34,648; Richard A. Neifefd, Reg. No. 35,299; J. Derek Mason, Reg. No. 35,270; Surinder Sachar, Reg. No. 34,423; 
Christina M. Gadiano, Reg. No. 37,628; Jeffrey B. Mclntyre, Reg. No. 36,867; and Paul E. Rauch, Reg. No. 38,591 with full powers of 
substitution and revocation. 
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